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(54) Exhaust emission control catalyst apparatus in internal combustion engine 



(57) An inner surface of a cell 12 of a honeycomb 
carrier 1 1 except a downstream end of the inner surface 
in the exhaust direction is coated with a HC (hydrocar- 
bon) adsorption material 13. The inner surface of the 
cell 12 coated with the HC adsorption material 13 is 
coated with a three way catalytic converter layer 14. A 
portion X located upstream side of the exhaust flow and 
having the three way cafalytic converter layer 14 on the 
HC adsorption material 13, and a three way catalytic 
converter layer portion Y located downstream side of 
the exhaust flow are formed on an inner surface of the 
cell 12 of tiie honeycomb cannier 1 1 . With this feature, 
the HC repeats elimination, re-adsorption, elimination, 
re-adsorption, ... from the portion of the HC adsorption 
catalyst 10 upstream of the exhaust flow, finally reaches 
the downstream end of the portion X including the three 
way cafalytic converter layer 14 on the HC adsorption 
material 13. Since the downstream end of this portion X 
is provided with the three way cafalytic converter layer 
portion Y, the HC is converted by the tiiree way cafalytic 
converter layer 14 of this portion Y. 
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Description 

BACKGROUND OF THE INVENTION 

1. FieW of the Invention 

[0001] The present invention relates to an exhaust 
emission control catalyst apparatus in an internal com- 
bustion engine, and more particularly, to a technique for 
enhancing a conversion performance of HC (hydrocar- 
tx>n) by a HC adsorption catalyst when it is cold. 

2. Desaiption of Related Art 

[0002] Conventionally, there is a known exhaust emis- 
sion control apparatus in which a HC (hydrocarbon) 
adsorption material is interposed in an exhaust passage 
of an internal combustion engine, the HC in exhaust is 
adsorbed by the HC adsorption material when it is cold, 
the HC is eliminated from the HC adsorption niaterial 
after warming up of the engine, the eliminated HC is 
purified by three way catalytic converter or oxidizing cat- 
alyst disposed at the exhaust downstream of the HC 
adsorption material (see Japanese Patent Application 
Laid-open No. 5-59942 and the like). 
[0003] That is, in this exhaust emission control appa- 
ratus, utilizing property of the HC adsorption material 
that the HC adsorption material adsort)s HC when tem- 
perature is low and eliminates HC when temperature 
rises to a fixed temperature, cold HC is adsorbed by the 
HC adsorption material, and when the exhaust tenrper- 
ature rises to the fixed value, the HC eliminated from the 
HC adsorption material is purified by the three way cat- 
alytic converter. 

[0004] l-k>wever, the exhaust emission control appara- 
tus having the above described conventional HC 
adsorption material has the following problem. 
[0005] That is, temperature rise of the HC adsorption 
material located upstream the exhaust passage is faster 
than that of the three way catalytic converter located 
downstream. 

[0006] Th^efbre, when the elimination of tiie HC from 
the HC adsorption material is started, if a rear three way 
catalytic converter or oxidizing catalyst does not reach 
the activating temperature, there is an unfavorable pos- 
sibility tiiat tiie eliminated HC is not converted and is 
discharged, and discharge of the HC when it is cokJ can 
not be suppressed. 

[0007] Further, another prior art includes the HC 
adsorption material upstream tiie exhaust passage, and 
exhaust emission catalyst for purifying the HC down- 
stream the exhaust passage (Japanese Patent Applica- 
tion Laid-open No. 8-284646). In this prior art. by 
controlling heat capacity of the exhaust emission cata- 
lyst to a value snrialler than heat capacity of the HC 
adsorption material, temperature rise of the exhaust 
emission catalyst located downstream is made faster 
than that of the HC adsorption nr^terial. 



[0008] In tills case, rf the enriission control catalyst can 
reach the activating tenrperature before the upstream 
end of the HC adsorption material which is most liable 
to receive the heat of the exhaust gas reaches the elim- 

5 ination tennperature, it is possil)le to mostiy purify tiie 
HC eliminated from the HC adsorption material. How- 
ever, it is practically difficult to increase the difference in 
heat capacity to such an extent. 
[0009] Another prior art is provided with HC adsorp- 

10 tion catalyst in which a layer of catalyst for purifying HC 
is fbnmed above a layer of HC adsorption material (Jap- 
anese Patent Application Laid-open No.8-224449). In 
this prior art, when ttie HC adsorbed by the HC adsorp- 
tion material layer is eliminated, tiie HC passes the cat- 

15 alyst layer vtnthout fail, and temperature of the upper 
catalyst layer v^ich directfy contact witti the exhaust 
gas rises faster than the lower HC adsorption material 
layer. 

[001 0] In tills case, if tiie upper catalyst layer reaches 

20 the complete activating temperature when the lower HC 
adsorption material reaches the elimination tempera- 
ture, ft is possit^le to mostly purify the HC. However, 
since the HC elimination tenrperature of zeolite which is 
used as the HC adsorption material at the present is 

25 much lower than the activating temperature, when the 
HC actorption material layer reaches tiie elimination 
tenrperature, the catalyst layer does not reach the com- 
plete activating state and therefore, it is not possible to 
purify all the eliminated HC by tiie catalyst layer 

30 [001 1 ] In such a HC adsorption catalyst also, since the 
temperature rises from the upstream side which is nrK)st 
liable to receive heat of the exhaust gas, the elimination 
of the HC is started from tiie upstream side with the 
tenrperature rise. ArTX>ng the eliminated HC, a portion 

35 thereof which is not purified by the catalyst layer is again 
adsorbed by the downstream side whose temperature 
has not risen yet and therefore, such HC should not be 
discharged to open air as rt is. However, when a portion 
of the HC adsorption material layer in the vicinity of its 

40 downstream side also reaches the elimination tenrpera- 
ture, the HC which is eliminated from the vicinity of the 
downstream side and which Is not purified by the cata- 
lyst layer is discharged to open air as it is. 

45 SUMMARY OF THE INVENTION 

[0012] Meanwhile, as shown in Rg.1, there is pro- 
posed a HC adsorption catalyst corrprising a three way 
catalytic converter layer 2 disposed on a HC adsorption 

50 pDaterial 1 (not prior art), but such a HC adsorption cat- 
alyst has the following problems. 
[0013] That is, after the engine is started in a cold 
state, when the terrperature of the HC adsorption cata- 
lyst is tow, HC is adsort)ed by tiie HC adsorption mate- 

55 rial 1 entirely, and when the warming tp of the engine 
progresses and tiie exhaust temperature rises, the 
three way catalytic converter starts activating. The tem- 
perature of the tiiree way catalytic converter layer 2 
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rises from a portion thereof located at upstream of 
exhaust flow, the elimination of HC which has been 
adsorbed by the HC adsorption material 1 is started, 
and anfK)ng the HC which is once eliminated, a portion 
thereof which is not converted by the three way catalytic 5 
converter layer is again adsorbed by the rear portion of 
the HC adsorption material 1 where the temperature of 
the three way catalytic converter layer 2 is low. When 
the temperature of the three way catalytic converter 
layer 2 of this rear portion rises, the elimination of the w 
HC which was again adsorbed by the HC adsorption 
material 1 is started, a portion of the HC is converted by 
the three way catalytic converter layer, and the remain- 
ing HC is again adsort)ed by a f lAlher rear portion of the 
HC adsorption material 1 where the temperature of the 75 
three way catalytic converter layer 2 is low. 
[0014] As described atx}ve, the HC repeats elimina- 
tion, re-adsorption, elimination, re-adsorption, ... on a 
portion of the HC adsorption catalyst downstream of the 
exhaust flow, and the HC finally reaches the down- 20 
stream end of the HC adsorption catalyst and is dis- 
charged out and therefore, it is not possible to suppress 
the HC from being discharged when it is cold. 
[001 5] It is therefore an object of the present invention 
to provide an exhaust emission control catalyst appara- 25 
tus in an internal combustion engine, in which a HC 
(tiydrocartton) adsorption catalyst having the three way 
catalytic converter coated on the HC adsorption mate- 
rial is used, and the conversion performance of the HC 
when it is cold is enhanced by improvement of the HC 30 
adsorption catalyst, and it is possible to effectively sup- 
press the discharge of the HC. 
[0016] To acfiieve the above problems, there is pro- 
vided an exhaust emission control catalyst apparatus in 
an internal comtxistion engine, comprising: 35 

a honeycomb carrier; 

a hydrocartx)n adsorption material layer disposed 
on an upstream side of the fx)neycomb carrier; 
an upstream side three way catalytic converter 40 
layer disposed on the fiydrocarbon adsorption 
material layer; and 

a downstream side three way catalytic converter 
layer disposed on a downstream side of the honey- 
comb carrier adjacent the hydrocarlxjn adsorption 45 
material layer. 

[0017] Operations of the present invention will be 
explained. 

[001 8] After the engine is started in a cold state, when so 
the tenperature of the HC adsorption catalyst is low, HC 
is adsorbed by the HC adsorption n^terial entirely, and 
wrhen the warming up of the engine progresses and the 
exhaust temperature rises, the three way catalytic con- 
verter starts activating. The temperature of the three 55 
way catalytic converter layer rises from a portion thereof 
located at upstream of exhaust flow, the elimination of 
HC which has been adsorbed by the HC adsorption 



nriaterial is started, and the HC which is once eliminated 
is again adsorbed by the rear portion of the HC adsorp- 
tion material where the tenperature of the three way 
catalytic converter layer is low. When the tenperature of 
the three way catalytic converter layer of this rear por- 
tion rises , the elimination of the HC which was 
adsort)ed by the HC adsorption material is started, the 
eliminated HC is again adsorbed by a further rear por- 
tion of the HC adsorption material where the tenpera- 
ture of the three way catalytic converter layer k low. 
[0019] As described at)ove, the HC repeats elimina- 
tion, re-adsorption, elimination, re-adsorption, ... from 
the portion of the HC adsorption catalyst upstream of 
the exhaust flow, finally reaches the downstream end of 
the portion X including the three way catalytic converter 
layer on the HC adsorption material. Since the down- 
stream erxJ of this portion X is provided with the three 
way catalytic converter layer Y. the HC is converted by 
the thre e way catalytic conve rter layer of this portion Y. 
[6020j Since the nK>st downstream side three way cat- 
alytic converter layer is not formed at its lower layer with 
tiie HC adsorption material layer, the exhaust gas heat 
can be used for the tenperature rise of the catalyst 
composition only. TTierefore, it is possible to obtain 
activity state better than the upstream three way cata- 
lytic converter layer formed on the HC adsorption ma te- 
riallayer. 

[0021 ] The three way catalytic converter layer which Is 
not formed at its lower layer with the HC adsorption 
material layer need not be in an excellent activity state 
when the upstream end of the HC adsorption material 
layer reaches the elimination temperature, and such a 
portion suffices if it is in tiie excellent activity state when 
tiie downstream end portion of the HC adsorption mate- 
rial layer reaches the elimination tenperature. Further, 
the anxHjnt of HC which should be converted by this 
three way catalytic converter layer is very small, the 
increase anrount of catalyst composition which must be 
carried due to the provision of the three way catalytic 
converter layer is also small. 

[0022] According to the present invention, the HC 
which could not be corwerted by a portion of the HC 
adsorption mataial provided thereon with tiie three way 
catalytic converter layer can effectively be converted by 
tiie three way catalytic converter layer just downstream 
of the portion, and it is possible to suppress the dis- 
charge of the HC when it is cold. 
[0023] In a preferred embodiment, the downstream 
side three way catalytic converter layer may be formed 
by extending the upstream side three way catalytic con- 
verter layer on the hydrocartx>n adsorption material to a 
position extended in a further downstream direction 
from a downstream end of tiie hydrocartxjn adsorption 
material. 

[0024] Wrth tiiis configuration, tiie tiiree way catalytic 
converter layer can easily be formed by merely extend- 
ing the three way catalytic converter layer on tiie HC 
adsorption material. 



3 



EP 0 918 145 A2 



[0Q25] Further, the downstream side three way cata- 
lytic converter layer may be formed by providing an 
independent three way catalytic converter layer on a 
position close to a downstream end of the upstream 
side three way catalytic converter layer on the hydrocar- 5 
bon adsorption material. 

[0026] With this configuration, the three way catalytic 
converter layer can easily be formed by adding the inde- 
pendent three way catalytic converter layer on the posi- 
tion close to the downstream end portion of the HC 10 
adsorption material provided thereon with the three way 
catalytic converter layer. 

[0027] Further, the downstream side three way cata- 
lytic converter layer may comprise a high carrier three 
way catalytic corrverter layer carrying catalyst at a den- is 
sity higher than that of the upstream side three way cat- 
alytic converter layer on the fiydrocartx)n adsorption 
material. 

[0028] With this configuration, it is possible to obtain 
the high HC conversion performance while suppressing 20 
the costs. 

[0029] Furthermore, the downstream side three way 
catalytic converter layer is coated with a high carrier 
three way catalytic converter layer carrying catalyst at a 
density higher than the downstream side three way cat- 25 
alytic converter layer. 

[0030] With these configuration, the conversion per- 
formance of the HC of the three way catalytic converter 
layer is enhanced. Further, the three way catalytic con- 
verter layer can easily be formed by the high carrier 30 
three way catalytic converter layer. 
[0031] Furthemiore, the honeycomb carrier may 
include an upstream side honeycomb carrier and a 
downstream honeycomb carrier, the upstream side hon- 
eycomb canier and the downstream side honeycomb 35 
carrier are adjacently disposed, the hydrocartwn 
adsorption material layer and the upstream side three 
vkfay catalytic converter layer are disposed on the 
upstream side honeycomb carrier, and the downstream 
side three way catalytic converter layer is disposed on 40 
the downstream side honeycomb carrier. 
[0032] Moreover, the downstream side three way cat- 
alytic converter layer may carry catalyst of a density 
higher than that of the upstream side three way catalytic 
converter layer. 45 
[0033] Further, the wall thickness of the downstream 
side honeycomb carrier may be formed thinner than that 
of the upstream side honeycomb carrier. 

BRIEF DESCRIPTION OF THE DRAWINGS so 

[(K»34] 

Fig. 1 is a sectional view of a conventional HC 
adsorption catalyst along a direction of exhaust flow 55 
of one cell; 

Fig.2 is an arrangement plan view showing an 
embodiment of the exhaust emission control cata- 
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lyst apparatus according to the present invention; 
Rg.3 is a perspective view showing the entire struc- 
ture of the HC adsorption catalyst; 
Rg.4 is a sectional view of a HC adsorption catalyst 
along a direction of exhaust flow of one cell, show- 
ing a structure of the HC adsorption catalyst of the 
emtxxliment of the exhaust emission control cata- 
lyst apparatus of the present invention; 
Rg.5 Is a sectional view along a direction perpen- 
dicular to the direction of exhaust flow of one cell, 
taken along the line V-V in Fig. 4; 
Rg.6 is a sectional view of a HC adsorption catalyst 
along a direction of exhaust flow of one cell showing 
another embodiment; 

Rg.7 is a sectional view of a HC adsorption catalyst 
along a direction of exhaust flow of one cell showing 
further another embodiment; and 
Rg.8 is a sectional view of a HC adsorption catalyst 
along a directbn of exhaust flow of one cell showing 
furthermore another embodiment. 

DETAIl^D DESCRIPTION OF TVIE PREFERRED 
EMBODIMEMTS 

[0035] TTie present invention will be explained in detail 
below with reference to tiie accompanying drawings. 
[0036] Fig.2 is an anrangement plan view showing HC 
(hydrocartwn) adsorption catalyst of an embodiment of 
the exhaust emission control catalyst apparatus accord- 
ing to the present invention. As shown in Fig.2. an 
exhaust passage 3 is extended from an engine 1 , and is 
provided at its intermediate portion with a HC adsorp- 
tion catalyst 10. 

[0037] Rg. 3 is a perspective view sfxiwing the entire 
structure of the HC adsorption catalyst apparatus of the 
enixxiiment of the exhaust emission control catalyst 
apparatus 1 0 of the invention, and each celM 2 of a hon- 
eycomb carrier 1 1 1s coated with a catalyst layer. 
[0038] Rgs. 4 and 5 show a structure of the catalyst 
layer of the cgM gof the honevcom^ camerlj , wherein 
Fig.4 is a Sectional view along a direction of exhaust 
flow of the cell 12, and Fig.5 is a sectional view along a 
direction perpendicular to the directbn of exhaust flow 
of the cell 12. taken along the line V-V in Rg.4. 
[0039] In these drawings, an inner surface of the cell 
12 of the honeycomb carrier 11 is coated witii HC 
adsorption material 13 such as zeolite except a down- 
stream end of the inner surface in the exhaust flow 
direction, and the entire inner surface of the cell 12 
coated with tiie HC adsorption material 13 is coated 
with three way catalytic converter layer 14 such as pal- 
ladium, rhodium as precious metal catalyst. 
[0040] By such a coating method of the HC adsorption 
material 13 and the three way catalytic converter layer 
14. the three way catalytic converter layer 14 Is 
exterxJed from the downstream erxJ to a position further 
extended to downstream of the HC adsorption material 
13. and a portion X located upstream side of the 
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exhaust flew and having the three way catalytic con- 
verter layer 14 on the HC adsorption material 13. and a 
three way catalytic converter layer portion Y located 
downstream side of the exhaust flow are formed on an 
inner surEace of the cell 1 2 of the honeycomb carrier 11. 5 
[0041] Next, an operation of the HC adsorption cata- 
lyst 10 of such a structure will be explained. 
[0042] After cold start of the engine, when the temper- 
ature of the HC adsorption catalyst 10 is low. the HC is 
adsorbed by the entire HC adsorption material 13. 10 
When the warming up of the engine is continued and 
the exhaust temperature rises, the three way catalytic 
converter layer 14 starts activating. The temperature of 
the three way catalytic converter layer 14 rises from its 
portion located upstream of the exhaust flow, the elimi- 75 
nation of the HC adsorbed by the HC adsorption mate- 
rial 13 is started, a portion of the HC which was once 
eliminated is converted by the three way catalytic con- 
verter layer 14, and the remaining HC is again adsorbed 
by the rear flew portion of the three way catalytic con- 20 
verter layer 14. which is the HC adsorption material 13 
whose temperature is low. When the temperature of the 
rear portion of the three way catalytic converter layer 1 4 
rises, the HC which was adsort)ed by the HC adsorption 
material 1 3 starts to be eliminated, and siirolarly. the HC 25 
which was not converted by the tiiree way catalytic con- 
verter layer 1 4 and was eliminated is again adsorbed by 
a further rear flow portion of the three way catalytic con- 
verter layer 14. which is the HC adsorption material 13 
whose temperature is lower. 30 
[0043] As descritied above, the HC repeats elimina- 
tion, re-adsorption, elimination, re-adsorption. ... from 
the portion of the HC adsorption catalyst 10 i4>stream of 
the exhaust flow, finally reaches the downstream end of 
the portion X including the three way catalytic converter 35 
layer 14 on the HC adsorption material 13. Since the 
downstream end of this portion X is provided wrtti the 
three way catalytic converter layer portion Y, the HC is 
converted by the three way catalytic converter layer 14 
of this portion Y. 40 
[0044] TTierefbre, it is possible to suppress the HC 
from being discharged from the downst^eam end of the 
HC adsorption catalyst 1 0, and to suppress the HC from 
being discharged when it is cold. 

[0045] A^ mall amount of the ti iree way catalytic con- 45 
verter jayer portion Y suffices because the tiire e way 
catalytic "converter layer portion Yis only require d to 
conv ert tiie HC in an amount which muld nni qqp- 
verta by tiie three way^talytic converter layer 14 . 
[0046] It is preferable that the three way catalytic con- so 
verter layer portion Y comprises a hj gh can^ier thig gwav 
cataly tic converter layer in which catalyst having d ensity 
hiolieF ttian tiiat of the jwgrjh ree way catelyjc c on- 
verterjayerl4 of tiie HC adsorption material 13 is car- 
ried. In this case, as shown in Fig. 6, a high canrier three ss 
way catalytic converter layer 15 in which catalyst having 
density higher than that of the upper three way catalytic 
converter layer 1 4 may be coated on the three way cat- 



alytic converter layer portion Y. 

[0047] Wrth this feature, it is possible to insure the high 

HC conversion performance while suppressing the 

costs. 

[0048] Altiiough the three way catalytic converter layer 
portion Y is formed by extending the three way catalytic 
converter layer 14 of ttie HC adsorption material 13 up 
to tiie position extended furttier downstream from the 
downstream end of the HC adsorption material 13, as 
shown in Fig. 7. the HC adsorption catalyst ID may be 
formed by providing an independent three way catalytic 
converter layer 16 as tiie three way catalytic converter 
layer portion Y in a position dose to the downstream 
end of tiie portion X including the three way catalytic 
converter layer 14 on the HC adsorption material 13. 
[P049] In this case, tiie inner surface of ttie cell 12 is 
coated with the HC adsorption material 13 except its 
downsb-eam end, and the three way catalytic converter 
layer 14 is coated on the HC adsorption material 13, 
and the three way catalytic converter layer 16 is coated 
on the downstream end of the inner surface of the cell 
12. 

[0050] In another embodiment shown in Rg. 8. an 
upstream side honeycomb carrier 11a and a down- 
stream side honeycorrt) carrier lib are divided. The 
portion X having tiie three way catalytic converter 1 4 on 
the HC adsorption material 13 of an upstream side cell 
12a is coated, and tiie portion Y of a downstream side 
cell 12b having tiie three way catalytic converter layer 
1 6 of a density higher than that of the upstream side cell 
12a is coated. The downstream side three way catalytic 
converter layer 16 is formed such tiiat a surface area 
thereof (area contacted wrtii exhaust gas) is large. A 
wall thickness of the downsb'eam side honeycomb car- 
rier 1 1 b is formed thinner than that of the upstream side 
honeycomb carrier 11a, arx) a heat capac'rty of the 
downstream side honeycomb carrier 11b is set to a 
small value. With this anrangement, it is possit)le to fur- 
ther enhance the activation of the three way catalytic 
converter layer 16 when the downstream end portion of 
the HC adsorption material layer 13 reaches the elimi- 
nation temperature. 

Claims 

1. An exhaust emission control catalyst apparatus in 
an internal combustion engine, coirprising: 

a honeycomb cannier; 

a hydrocart)on adsorption material layer dis- 
posed on an upstream side of said honeycomb 
carrier; 

an upstream side three way catalytic converter 
layer disposed on said hydrocarbon adsorption 
material layer; and 

a downstream side tiiree way catalytic con- 
verter layer cfisposed on a downsti'eam side of 
said honeycomb can^ier adjacent said hydro- 
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cartx>n adsorption material layer. 8. 

2. An exhaust emission control catalyst apparatus in 
an internal combustion engine according to claim 1 , 
wtierein said downstream side three way catalytic s 
converter layer is formed by extending said 
upstream side three way catalytic converter layer 
on said hydrocartx)n adsorption material to a posi- 
tion exterxJed in a further downstream direction 
from a downstream end of said hydrocartx)n io 
adsorption material. 

3. An exhaust emission control catalyst apparatus in 
an internal combustion engine according to claim 1, 
wherein said downstream side three way catalytic is 
converter layer is formed by providing an independ- 
ent three way catalytic converter layer on a position 
dose to a downstream end of said upstream side 
three way catalytic converter layer on said hydro- 
carbon adsorption material. 20 

4. An exhaust emission control catalyst apparatus in 
an internal combustion engine according to claim 1, 
wherein said downstream side three way catalytic 
converter layer portion comprises a high carrier 25 
three way catalytic converter layer carrying catalyst 

at a density higher than that of said upstream side 
three way catalytic converter layer on said hydro- 
cartxxi adsorption material. 

30 

5. An exhaust emission control catalyst apparatus in 
an internal combustion engine according to daim 1 , 
wherein said downstream side three way catalytic 
converter layer portion is coated with a high carrier 
three way catalytic converter layer carrying catalyst 35 
at a density higher than said downstream side three 
way catalytic converter layer. 

'6. An exhaust emission control catalyst apparatus In 
an internal combustion engine according to daim 1 , 40 
wherein said honeycomb carrier Includes an 
upstream side honeycomb carrier and a down- 
stream honeycomb carrier, said upstream side hon- 
eycomb carrier and said downstream side 
honeycomb carrier are adjacently disposed, said 45 
hydrocart)on adsorption material layer and said 
upstream side three way catalytic converter layer 
are disposed on said upstream side honeycomb 
earner, arxJ said downstream side three way cata- 
lytic converter layer is disposed on said down- so 
stream side honeycomb carrier. 

7. An exhaust emission control catalyst apparatus in 
an internal combustion engine according to daim 6, 
wherein said downstream side three way catalytic ss 
converter layer can-ies catalyst of a density higher 
than that of said upstream side three way catalytic 
converter layer. 



An exhaust emission control catalyst apparatus in 
an intemal combustion engine according to claim 6. 
wherein said a wall thickness of said downstream 
side honeycomb carrier is formed thinner than that 
of said upstream side honeycomb can^ler. 
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